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© Color plus clear coating system utilizing inorganic microparticles. 

© Disclosed is a method of coating a substrate comprising 
the steps of (A) coating the substrate with one or more 
applications of a basecoating composition containing (1) an 
organic film-forming resin, (2) substantially colorless, sub- 
stantially inorganic microparticles stably dispersed in the 
basecoating composition, (3) a solvent system for the 
film-forming resin, and (4) pigment particles to form a 
basecoat; and (B) coating the basecoat with one or more 
applications of a topcoating composition containing (1) an 
organic film-forming resin, and (2) a solvent system for the 
organic film-forming resin of the topcoating composition, to 
form a transparent topcoat. The substantially inorganic 
microparticles prior to incorporation in the basecoating 
composition range in size from about 1 to about 150 
nanometers. 
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COLOR PLUS CLEAR COATING SYSTEM 
UTILIZING INORGANIC MICROPARTICLES 



Background of the Invention 
A coating system gaining wide acceptance, particularly in the 
5 automotive industry, is one which is known as "color plus clear". In this 
system the substrate is coated with one or more applications of a pigmented 
basecoating composition, which is in turn coated with one or more applica- 
tions of a generally clear topcoating composition. 

However, there are several difficulties in employing "color plus 
10 clear" coating systems" especially as attempts are made to employ coating 

compositions having high solids contents and also as metallic flake pigments 
are used to provide a special two tone appearance to the coated substrate: 
as it is viewed from different angles to a direction normal to the surface 
of the substrate. For example, it is important in a "color plus clear" 
15 coating system that the applied basecoat not be attacked by components of 
the topcoating composition, particularly solvents, at the interface of the 
two, a phenomenon often referred to as strike-in. Strike-in adversely 
affects the final appearance properties of the coated product. Strike-in 
is an especially serious problem when metal lie- flake pigments are employed 
20 in the basecoating composition. Strike-in, among other things, can destroy 
the desired metallic-flake orientation in the basecoat. 
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Additionally, irrespective of the problems associated with strike- 
in, it is important to prevent sagging during curing of the coating compo- 
sition after application to a nonhorizontal substrate. Also, especially 
where metallic— flake pigments are employed, it is important to achieve and 

5 maintain proper pigment orientation in the pigmented basecoating composition 
during the curing or drying operation. Moreover, where a material is 
incorporated in the topcoating composition to prevent sagging of the 
topcoat ing composition during cure, it is particularly desirable that 
such material not seriously affect the clarity of the cured topcoat, for 

10 example, by imparting to the topcoat a cloudy or milky appearance* 
One attempt to address some of these problems has been to 
incorporate in the basecoating composition as part of the organic polymer 
system present, a. proportion of organic, insoluble polymer 
microparticles as described for example in U.S* Patent 4,220,679 to 

15 Backhouse. Another attempt to address at least some of the problems of 
achieving proper metallic- flake orientation in a high .solids basecoat has 
been to substantially increase the amount of metallic-flake pigment in 
the basecoating composition as described in U.S. Patent 4,359,504 to 
Troy. 

20 It has now been found that the incorporation of substantially 

inorganic microparticles in the basecoating composition permits the 
hasecoating composition to be formulated for example at high solids 
content and alleviates the problems of strike-in, the problems of 
achieving excellent metallic-pattern control where metallic-flake 

25 pigments are employed, and the problem of sagging of the coating 

composition on a nonhorizontal substrate during curing or drying. It has 
also been found that the incorporation of substantially inorganic 
microparticles, for example based on silica, in the topcoating 
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composition, not only alleviates sagging of the topcoating composition 
during cure but also does not seriously affect the clarity of the 
transparent topcoat. 

Following, are brief descriptions of prior art additional to 
5 that described above. 

European Patent Application, Publication No. 0059321, published 
September 8, 1982 is directed to a liquid composition containing a 
dispersion of colloidal silica in alcohol and a thermosetting resin. It 
is disclosed that the dispersion of colloidal silica in alcohol is 

10 prepared by substituting a lower alcohol as a dispersion medium for the 
water in an aqueous silica sol. The disclosed utilities for such 
compositions include use as a coating. 

U.S. Patent 2,801,185 to Iler, issued July 30, 1957 is directed 
to silica organosols which can be dried to powders and then redispersed 

15 in an organic liquid. The particles of silica are said to be surface 
coated by chemical reaction with a hydrophobing material, tore 
specifically, it is disclosed that the silica particles are surface 
esterified with alcohols such as primary and secondary monohydric 
alcohols. It is disclosed that the silica particles should have a size 

20 greater than about 5 millimicrons and may be as large as about 150 
millimicrons . 

U.S. Patent 2,801,186 to Alexander et al, issued July 30, 1957 
is directed to organophilic, siliceous compositions and methods for 
making them in which a solid substrate having a surface of silica is 
25 mixed with an organosilane containing a silanol-reactive group, whereby 
the silanol-reactive group reacts with a surf ace- silanol group on the 
substrate to form a chemical bond, through oxygen, between the 
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organosilyl group of the organosilane and a silicon atom of the silica, 
and heating the organosilyl-silica product at a temperature of at least 
100°C with an alcohol of the formula R-OH, where R is a hydrocarbon 
radical of 1 to 18 carbon atoms in which the carbon attached to oxygen is 
5 also attached to hydrogen, while maintaining the water content of the 
system below about 5 percent by weight of the alcohol. At column 6, 
lines 29-32, it is disclosed that the products are easily dispersible in 
organic systems and, for instance, are particularly effective in 
imparting bodying and flatting effects to oil-based paints. 
10 U.S. Patent 3,574,135 to Sampson et al, issued April 6, 1971 is 

directed to a process for improving the thickening and/or thixo tropic 
properties of certain colloidal silicas. Silicas disclosed as suitable 
for treatment by the process are described at column 2, line 66 through 
column 3, line 8. It is disclosed that the silicas are useful in the 
15 production of greases and sag resistant gel coatings. 

U.S. patent 4,238,387 to Antonelli et al, issued December 9, 
1980 is directed to an additive for controlling the rheology of high 
solids water and solvent based coating compositions. The additive 
contains a specified amount of finely divided silica, a specified amount 
20of poly functional acid or an acid anhydride, and a specified amount of an 
amine. Silicas specifically disclosed for use in the additive are fumed 
silicas which exist in three dimensional branched chain aggregates and 
have a surface that is hydrophilic and capable of hydrogen bonding 
(column 2, lines 6-22). 
25 Japanese Laid Open Application, Publication No. 56-155227, 

published December 1, 1981 is directed to coating compositions for 
plastic products which coating compositions cure to transparent films. 
The coating compositions contain a mixture consisting essentially of a 
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colloidal dispersion of finely divided silica, alkyl-etherif ied methylol 
melanine and a polyhydric alcohol. It is disclosed that the finely 
divided silica is hydrophobic and is prepared by reacting colloidal 
silica of particle size ranging from 20 to 500 Angstroms with a 
5 monohydric alcohol examples of which can be found on page 9 of the 
translation submitted herewith. 

Japanese Laid Open Application, Publication No. 56-141323, 
published November 5, 1981 is directed to coating compositions for 
plastic base materials, which coating compositions cure to transparent 

10 films. The coating compositions contain a mixture of partially or wholly 
alkyl-etherif led methylol melamine, polyhydric alcohol, a colloidal 
dispersion of finely divided silica, and a solvent. It is disclosed that 
the colloidal dispersions of finely divided silica include silicas of 
particle size of about 20 to 500 Angstroms colloidally dispersed in water 

15 or an organic solvent. It is disclosed that particularly preferable 
dispersion mediums are mono-valent alcohols having 1 to 4 carbon atoms. 

CAB-0-SIL TECHNICAL DATA, "CAB-O-SIL Fumed Silica for Rheology 
Control of High Solids Coatings," by Dennis Miller, Cabot Corporation,. 
October 1981 is directed to high solids solvent borne coatings which 
20 contain fumed silica for rheology control. 

Technical Service Laboratory Report, CAB-O-SIL AS A TRANSPARENT 
EXTENDER IN AUTOMOTIVE ENAMELS, PAGES 1-3, Godfrey L. Cabot, Inc., 
January, 1955 is directed to the use of a form of fumed silica 
(CAB-O-SIL) as a transparent extender pigment in automotive enamels 
25 containing non-leafing aluminum flakes. 
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Summary of the Present Invention 
The present invention provides a method for coating a substrate 
comprising the steps of: (A) coating the substrate with one or more 
applications of a basecoating composition comprising (1) an organic film- 
5 forming resin, and where the film-forming resin can be crosslinked, 

optionally a crossl inking agent for the film-forming resin, (2) substan- 
tially colorless, substantially inorganic micropar tides stably dispersed 
in the basecoating composition, (3) a solvent system for the film-forming 
resin in which the inorganic micropar tides do not dissolve, and"<-4) pig- 
10 merit particles, to form a basecoat; and (B) coating the basecoat with one 
or more applications of a topcoating composition comprising (1) an organic 
film-forming resin, which may be the same or different from the film-forming 
resin of the basecoating composition, and where the film-forming resin of 
the topcoating composition can be crosslinked, optionally a crossl inking 
15 agent for the film-forming resin of the topcoating composition, and (2) a 
solvent system for the organic: film-forming resin of the topcoating compo- 
sition, to form a transparent topcoat. 

The present invention also provides a method for coating a sub- 
strate comprising the steps of: (A) coating the substrate with one or more 
20 applications of a basecoating composition comprising: (1) an organic film- 
forming resin, and where the film-forming resin can be crosslinked, option- 
ally a crosslinking agent for the film-forming resin, (2) a solvent system 
for the film-forming resin of the basecoating composition, (3) organic poly- 
meric microparticles which are insoluble in the solvent system of the base- 
25 coating composition and which have a diameter in the range of from about 
0.01 to about 40 microns, and (4) pigment particles, to form a basecoat; 
and (B) coating the basecoat with one or more applications of a topcoating 
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composition comprising: (1) an organic film— farming resin which may be the 
same or different from the film-forming resin of the basecoating composi- 
tion, and where the film-forming resin of the topcoat ing composition can be 
cross! inked , optionally a crossl inking agent for the film- forming resin of 
5 the topcoating composition, (2) substantially colorless, substantially 
inorganic microparticles stably dispersed in the topcoating composition 
ranging in size from about 1 to about 150 nanometers, and (3) a solvent 
system for the organic film-forming resin of the topcoating composition to 
form a transparent topcoat. 

10 Detailed Description of the Invention 

The film-forming resin of the basecoating composition may be any 
of the film-forming resins useful for coating compositions. The film- 
forming resins of the basecoating composition can be film- forming thermo- 
plastic resins and/or thermosetting resins. Examples of such film-forming 

15 thermoplastic resins and/ or thermosetting resins include the generally 

known cellulosics, acrylics, aminoplasts, urethanes, polyesters, epoxies, 
and polyamides. These resins, when desired, may also contain functional 
groups characteristic of more than one class, as for example, polyester , 
amides, uralkyds, urethane acrylates, urethane amide acrylates, etc. As 

20 indicated above, the film-forming resin may be thermoplastic or it may be 
thermosetting. As used herein, the term thermosetting is intended to 
include not only those resins capable of being crosslinked upon applica- 
tion of heat but also those resins which are capable of being crosslinked 
without the application of heat. 

25 Cellulosics refer to the generally known thermoplastic polymers 

which are derivatives of cellulose, examples of which include: nitrocel- 
lulose; organic esters and mixed esters of cellulose such as cellulose 
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acetate, cullulose propionate, cellulose butyrate, and cellulose acetate 
but yr ate; and organic ethers of cellulose such as ethyl cellulose. 

Acrylic resins refer to the generally known addition polymers and 
copolymers of acrylic and methacrylic acids and their ester derivatives, 
5 acrylaraide and me thacryl amide, and acrylonitr ile and methacrylonitr ile. 

Examples of ester derivatives of acrylic and methacrylic acids include such 
alkyl acrylates and alkyl rae thacryl ate s as ethyl, methyl, propyl, butyl, 
hexyl , ethylhexyl and lauryl acrylates and methacrylates, as well as similar 
esters, having up to about 20 carbon atoms in the alkyl group. Also, hydroxy- 

10 alkyl esters can readily be employed. Examples of such hydroxyalkyl esters 
include 2-hydroxyethyl acrylate, 2-hyd roxypropyl acrylate, 2-hyd rcfxy ethyl 
me thacryl ate, 2— hyd roxypropyl me thacryl ate , 3-hyd roxypropyl -4 -h yd roxybutyl 
me thacryl ate, and mixtures of such esters having up to about 5 carbon atoms 
in the alkyl group. In some instances, corresponding esters of other un- 

15 saturated acids, for example, ethacrylic acid, crotonic acid, and other 
similar acids having up to about 6 carbon atoms can be employed. Where 
desired, various other ethylenically unsaturated monomers can be utilized in 
the preparation of acrylic resins examples of which include: vinyl aromatic 
hydrocarbons optionally bearing halo substituents such as styrene, alpha- 

20 methyl styrene, vinyl toluene, al ph a- chloro styrene, alpha-bromostyrene, and 
par a- fluoro styrene; nonaromatic monoolefinic and diolefinic hydrocarbons 
optionally bearing halo substituents such as isobutylene, 2, 3— dimethyl -1-hex- 
ene, 1 , 3-butad iene , chloroethylene, chlorobutadiene and the like; and esters 
of organic and inorganic acids such as vinyl acetate, vinyl propionate, iso- 

25 propenyl acetate, vinyl chloride, allyl chloride, vinyl alpha-chloroacetate , 
dimethyl maleate and the like - 

The above, polymerizable monomers are mentioned as representative 
of the CH2=C ^ containing monomers which may be employed; but essentially 
any copolyraerizable monomer can be used. 
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Aminoplast resins refer to the generally known condensation 
products of an aldehyde with an amino- or amido-group containing substance 
examples of which include the reaction products of formaldehyde, acetalder* 
hyde, crotonaldehyde, benzaldehyde and mixtures thereof with urea, melamine, 
5 or benzoguanimine . Preferred aminoplast resins include the etherified 

(i.e., alkylated) products obtained from the reaction of alcohols and for- 
maldehyde with urea, melamine, or benzoguanimine. Examples of suitable 
alcohols for preparing these etherified products include: methanol, ethanol 
propanoic butanol , hexanol , benzyl alcohol , cyclohexanol , 3— chloropropanol , 
10 and ethoxyethanol . 

Urethane resins refer to the generally known thermosetting or 
thermoplastic urethane resins prepared from organic polyisocyanates and 
organic compounds containing active hydrogen atoms as found for example in 
hydroxyl, and amino moieties. Some examples of urethane resins typically 

15 utilized in one-pack coating compositions include: the isocyanate-modif ied 
alkyd resins sometimes referred to as "uralkyds"; the isocyanate-modif ied 
drying oils commonly referred to as "urethane oils" which cure with a drier 
in the presence of oxygen in air; and isocyanate- terminated prepolymers 
typically ^prepared from an excess of one or more organic polyisocyanates " 

20 and one or more polyols including, for example, simple diols, triols and 
higher alcohols, polyester polyols and polyether polyols. Some examples of 
systems based on urethane resins typically utilized as two-pack coating 
compositions include an organic polyisocyanate or isocyanate-terminated 
prepolymer (first pack) in combination with a substance (second pack) con- 

25tain.ing active hydrogen as in hydroxyl or amino groups along with a cata- 
lyst (e.g., an organotin salt such as dibutyltin dilaurate or an organic 
amine such as tr ie thy 1 amine or 1, 4-diaz6"bIcycio-(2: 2: 2) octane). The 
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active hydro gen- containing substance in the second pack typically is 
a polyester polyol, a polyether polyol, or an acrylic polyol known for use 
in such two-pack urethane resin systems. Many coating compositions based 
on ur ethanes (and their preparation) are described extensively in Chapter X 
5 Coatings, pages 453-607 of Polyure thanes: Chemistry and Technology, Part II 
by H„ Saunders and K. C. -Frisch, Interscience Publishers (N.Y. , 1964). 

Polyester resins are generally known and are prepared by conven- 
tional techniques utilizing polyhydric alcohols and polycarboxylic acids. 
Examples of suitable polyhydric alcohols include: ethylene glycol; propyl - 

10 ene glycol; diethylene glycol; dipropylene glycol; butylene glycol; gly- 
cerol; trimethylolpropane; pentaerythritol; sorbitol; 1, 6-hexanediol ; 1,4- 
cyclohexanediol; 1, 4-cyclohexanedimethanol; 1, 2-bis(hydroxyethyl) cyclohexane ; 
and 2,2-dimethyl-3-hydroxypropyl-2,2-dimethyl-3-hydroxypropionate . Examples 
of suitable polycarboxylic acids include: phthalic acid; isophthalic acid; 

15 terephthalic acid; trimellitic acid; tetrahydro phthalic acid; hex ahydro phtha- 
lic acid; te tr ac hi or o phthalic acid; adipic acid; azelaic acid; sebacic acid; 
succinic acid; maleic acid; glutaric acid; malonic acid; pimelic acid; 
suberic acid; 2-2 -dimethyl succinic acid; 3, 3-d imethyl glutaric acid; 2,2- 
dimethyl glutaric acid; maleic acid; fumaric acid; and itaconic acid. 

20 Anhydrides of the above acids, where they exist, can also be employed and 
are encompassed by the term "polycarboxylic acid." In addition, certain 
substances which react in a manner similar to acids to form polyesters are 
also useful. Such substances include lactones such as caprolac tone, 
propylolactone and methyl caprolac tone , and hydroxy acids such as hydroxy 

25 caproic acid and dimethylol propionic acid. If a triol or higher hydric 
alcohol is used, a monocarboxylic acid, such as acetic acid and benzoic 
acid may be used in the preparation of the polyester resin. Moreover, 
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polyesters are intended to include polyesters modified with fatty acids or 
glyceride oils of fatty acids (i.e., conventional alkyd resins). Alkyd 
resins typically are produced by reacting the polyhydric alcohols, poly- 
carboxylic acids, and fatty acids derived from drying, semi-drying, and 
5 non-drying oils in various proportions in the presence of a catalyst such 
as litharge, sulfuric acid, or a sulfonic acid to effect esterif ication. 
Examples of suitable fatty acids include saturated and unsaturated acids 
such as stearic acid, oleic acid, ricinoleic acid, palmitic acid, linoleic 
acid, linolenic acid, licanic acid, elaeostearic acid, and cluparibdonic 
10 acid. 

Epoxy resins, often referred to simply as "epoxies", are generally 
known and refer to compounds or fixtures of compounds containing more than 

one 1,2-epoxy group of the formula - c^-^c i.e., polyepoxides. The 

polyepoxides may be saturated or unsaturated, aliphatic, cycloal iphatic , 
15 aromatic or heterocyclic. Examples of . suitable polyepoxides include the 
generally known polyglycidyl ethers of polyphenols and/or polyepoxides 
which are acrylic resins containing pendant and /or terminal 1,2-epoxy 
groups. Polyglycidyl ethers of polyphenols may be prepared, for example, 
by etherification of a polyphenol with epichlorohydrin or dichlorohydrin 
20" in the presence of an alkali. Examples of suitable polyphenols include: 

l,l-bis(4-hydroxyphenyl> ethane; 2, 2-bis ( 4 -hydroxyphenyl) propane ; 1, l-bis(4- 
hydroxyphenyl) isobutane ; 2, 2-bis<4-hydroxyter tiaryb utyi phenyl ) propane ; 
bis(2^ydroxynaphthyl)methane ; 1 , 5-dihydroxynaphthalene ; 1, 1 -bfs( 4 -hydroxy - 
3-allyl phenyl) ethane; and the hydrogenated derivatives thereof . The 
25 polyglycidyl ethers of polyphenols of various molecular weights may be 
produced, for example, by varying the mole ratio of epichlorohydrin to 
polyphenol in known manner. 
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Epoxy resins also include the polyglycidyl ethers of mononuclear 
polyhydric phenols such as the polyglycidyl ethers of resorcinol, pyrogallol, 
hydroquinone , and pyrocatechol . 

Epoxy resins also include the polyglycidyl ethers of polyhydric 
5 alcohols such as the reaction products of epichlorohydrin or dichlorohydrin 
with aliphatic and eye lo aliphatic compounds containing from two to four 
hydroxyl groups including, for example, ethylene glycol, diethylene glycol, 
triethylene glycol, dipropylene glycol, tripropylene glycol, propane diols, 
butane diols, pentane diols, glycerol, 1 , 2, 6-hexanetriol , pentaerythritol, 
10 and 2, 2-bis(4-hydroxycyclohe<yl) propane. 

Epoxy resins additionally include polyglycidyl esters of polycar- 
boxylic acids such as the generally known polyglycidyl esters of adipic 
acid, pnthalic acid, and the like. 

Addition polymerized resins containing epoxy groups may also be 
15 employed. These polyepoxides may be produced by the addition polymeriza- 
tion of epoxy functional monomers such as glycidyl acrylate, glycidyl 
methacrylate and allyl glyc idyl ether optionally in combination with 
ethylenically unsaturated monomers such as styrene, alpha-methyl styrene, 
alpha-ethyl styrene, vinyl toluene, t-butyl styrene, acrylamide, methacryl- 
20 amide, acrylonitrile, methacrylonitr ile, e thacrylonitrile, ethyl methacry- 
late 3 methyl methacrylate, isopropyl methacrylate, isobutyl methacrylate, 
and isobornyl methacrylate. 

Many additional examples of epoxy resins are described in the 
Handbook of Epoxy Resins , Henry Lee and Kris Neville, 1967, McGraw Hill 
25 Book Company. 

When desired, generally known crosslinking agents may be utilized 
in the method of the invention particularly when thermosetting resins con- 
taining active hydrogen atoms are employed in the coating compositions. 
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As will be appreciated by one skilled in the art, the choice of 
crosslinking agent depends on various factors such as compatibility with 
the film-forming resin, the particular type of functional groups on the 
film-forming resin and the like. The crosslinking agent may be used to 
5 crosslink the film-forming resin either by condensation or addition or 

both. When the thermosetting reactants include .monomers having complemen- 
tary groups capable of entering into crosslinking reactions, the crosslink- 
ing agent may be omitted if desired. 

Representative examples of crosslinking agents include blocked 
10 and/or unblocked diisocyanates , diepoxides, aminoplast s and phenoplasts. 
When aminoplast resins are employed as crosslinking agents, particularly 
suitable are the raelaraine— formaldehyde condensates in which a substantial 
proportion of the raethylol groups have been ether if ied by reaction with 
a monohydric alcohol such as those set forth previously in the description 
15 of aminoplast resins suitable for use as film-forming resins in composi- 
tions of the invention. 

The term "solvent system" as used herein, for example in the 
phrase "solvent system for the film-forming resin", is employed in a broad 
sense and is intended to include true solvents as well as liquid diluents 
20 for the film-forming resin which are not true solvents for the film— forming 
resin. The solvent system may be organic or aqueous. It may be a single 
compound of a mixture of compounds. When the solvent system comprises both 
water and an organic portion, the components are usually miscible in the 
proportions employed. The relationship between the solvent system and the 
25 film-forming resin depends upon the absolute and. relative natures of these 
materials and upon the relative amounts used. Such factors as solubility, 
miscibility, polarity, hydrophilicity, hydrophobic ity, lyophilicity and 
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lyophobicity are some of the factors which may be considered. Illustrative 
of suitable components of the solvent system which may be employed are 
alcohols such as lower alkanols containing 1 to 8 carbon atoms including 
methanol, ethanol, propanol, isopropanol, butanol, sec-butyl alcohol, tert- 
5 butyl alcohol, amyl alcohol, hexyl alcohol and 2-ethylhexyl alcohol; ethers 
and ether alcohols such as ethylene glycol monoethyl ether, ethylene glycol 
monobutyl ether, ethylene glycol dibutyl ether, propylene glycol vaonomethyl 
ether, d methylene glycol monobutyl ether, diethylene glycol dibutyl ether, 
dipropylene glycol monoethyl ether, and dipropylene glycol monobutyl ether; 

10 ketones such as methyl ethyl ketone, methyl isobutyl ketone, methyl amyl 

ketone and methyl N-butyl ketone; esters such as butyl acetate, 2-ethoxyethyl 
acetate and 2-ethylhexyl acetate; aliphatic and alicyclic hydrocarbons such 
as the various petroleum naphthas and cyclohexane; aromatic hydrocarbons 
such as toluene and xylene; and water. 

15 The basecoating composition also contains a pigment. Examples 

... of opac if y.ing__pigmen ts . include titanium dioxide ( r utile or anatase), zinc 
oxide, zirconium oxide, zinc sulfide, and litnopone. Examples of coloring 
pigments include iron oxides, cadmium sulfide, carbon black, phthalocyanine 
blue, phthalocyanine green, ind an throne blue, ultramarine blue, chromium 

20 oxide, burnt umber, benzidine yellow and toluidine red. Examples of 

reactive pigments include si lie at entreated barium metaborate, strontium - 
chromate and lead chromate. Examples of extender pigments include pigmen- 
tary silica, barytes, calcium carbonate, barium sulfate, talc, aluminum 
-silicates^ sodium aluminum silicates, potassium aluminum silicates_and 

25 magnesium silicates. Metallic pigments include metallic powders and 

metallic flakes. Examples of metallic powders include aluminum powder, 
copper powder, bronze powder and z^inc- dust * Examples of metallic! flakes 
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include aluminum flakes, nickel flakes, copper flakes, bronze flakes, brass 
flakes and chromium flakes. A single pigment may be used or mixtures of 
pigments may be employed. It is preferred that at least a portion of the 
pigment particles be metallic flakes. The metallic flakes usually comprise 
aluminum flakes. 

The principles respecting the formation of solutions, disper- 
sions, pseudodispersions , and emulsions of film-forming resins are generally 
known in the art. Any of these systems may be utilized in the basecoating 
and/or topcoating composition. • 

In addition to the above components, the basecoating and/or the 
topcoating compositions employed in the invention may contain optional 
ingredients which may be employed in their customary amounts for their cus- 
tomary purposes provided they do not seriously interfere with good coatings 
practice. Examples of these optional ingredients include various fillers; 
plasticizers ; antioxidants; mildewcides and fungicides; surfactants; vari- 
ous catalysts to promote drying or curing; resinous pigment dispersants or 
grinding vehicles; various flow control agents including, for example, 
thixotropes and additives for sag resistance and/or pigment orientation 
based on organic polymer micropar tides (sometimes referred to as microgels) 
described for example in U.S. Patents 4,025,474; 4,055,607; 4,075,141; 
4,115,472; 4,147,688; 4,180,489; 4,242,384; 4,268,547; 4,220,679; and 
4,290,932 the disclosures of which are hereby incorporated by reference; 
and other such formulating additives. In one embodiment of the present 
invention organic polymeric micropar tides which are insoluble in the 
solvent system of the basecoating composition and which have a diameter 
in the range of from about 0.01 to about 40 microns are utilized in the 
basecoating composition while substantially inorganic microparticles 
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ranging in size from about 1 nanometer (tun) to about 150 nm, preferably 
from about 1 nm to about 100 nra, and most preferably from about 3.5 ran to 
about 50 ran, and preferably comprising silica, are stably dispersed in the 
topcoating composition. In this embodiment, for example, where an organosol 
5 of silica particles in an alcohol such as dipropylene glycol monomethyl 

ether (as described infra) is incorporated in the topcoating composition, not 
only is sagging of the topcoating composition alleviated during heat curing, 
but the resulting cured topcoat has excellent clarity (i.e., transparency). 

In a preferred embodiment of the method of the invention the base- 

10 coating composition contains substantially inorganic microparticles dispersed 
in the basecoating composition. These inorganic microparticles prior to 
incorporation in the basecoating composition range in diameter from about 
1 to about 150 nanometers (i.e., from about 1 to about 150 millimicrons) 
preferably from about 1 to about 100 nanometers, and most preferably from 

15 about 3.5 to about 50 nanometers. A particularly effective type of sub- 
stantially inorganic micrbparticles for the invention includes various 
silicas (especially silica sols) of particle size within the aforesaid 
range - 

The microparticles suitable for the process of the present inven- 
20 tion are substantially inorganic. They may or may not have been surface- 
treated or surface-modified with various agents to modify the compatibility 
of the microparticles with the film-forming resin or various solvent 
systems such as polar organic solvents, nonpolar organic solvents, water 
miscible organic solvents, water immiscible organic solvents, water and 
25 various mixtures of two or more of the above. The substantially inorganic 
microparticles can, for example, comprise a core of essentially a single 
inorganic oxide such as silica* or alumina, preferably silica, or ^an inorganic 
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oxide of one type coated with an inorganic oxide of another type. However 
the micropar ticltss suitable for the present color plus clear coating 
system, particularly where utilized in the transparent topcoat, ordinarily 
are essentially colorless so as not to seriously interfere with the light 
5 transmissive characteristics of the coating composition when unpigraented. 
The substantially inorganic micropar tides may be prepared in any manner 
capable of providing the desired particle dimensions suitable for the 
method of the present invention. It is to be understood that although the 
substantially inorganic micropar tides may be discrete or associated 

10 through physical and/or chemical means into aggregates, although discrete 
particles are preferred, and although a given sample of the raicroparticles 
generally will have particles falling into a range of particle sizes, the 
substantially inorganic micropar tides will have an average diameter in the 
range of from about 1 to about 150 nanometers. The substantially inorganic 

15 micropar tides used as starting material for incorporation in the basecoat- 
ing composition and optionally topcoat ing composition should be in a form 
suitable for dispersion in the coating composition whereby after dispersing, 
the substantially inorganic micropar tides remain stably dispersed for a 
period of time at least sufficient so as not to prevent the use of the 

20 coating composition in the method of the invention for its intended purpose. 
For example, a coating composition containing dispersed inorganic raicropar- 
ticles, depending on the size of the inorganic raicroparticles and the nature 
of the other components employed in preparing the coating composition, in 
which the dispersed inorganic raicroparticles tend to settle over a period 

25 of time, but which can be redispersed as for example utilizing conventional 
paint mixing techniques, is a suitable composition for the color plus clear 
coaEing method of the invention. 
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A particularly desirable class of substantially inorganic micro- 
particles for the present invention includes a wide variety of small-particle, 
amorphous silicas having an average particle diameter ranging from about 1 
to about 150 nanometers (nm) , preferably from about 1 to about 100 nm, and 
5 most preferably from about 3.5 to about 50 nm. Such silicas can be prepared 
by a variety of techniques in a variety of forms examples of which include 
but are not limited to aquasols, organosols, mixed sols and powder form. 
As used herein the term "mixed sols" is intended to include those disper- 
sions of amorphous silica in which the dispersing medium comprisea both 
10 an organic liquid and water. Such small particle amorphous silicas are 
readily available, are essentially colorless, and have refractive indices 
which make them suitable for combination with a variety of film-forming 
resins and solvent systems so as to form substantially colorless transpar- 
ent coating compositions when the coating compositions are free of dyes and 
15 pigments. Moreover silicas of appropriate particle size and which have 
various degrees of hydrophobicity , hydrophilieity, organophdbicity and 
organophilicity may be employed depending on compatibility with the par- 
" ticular film-forming resin and solvent system utilized in the method of the 
invention and on other factors such as the desired degree of room tempera- 
20 Cure and/or "hot room" stability of a coating composition comprising silica 
as substantially inorganic microparticles- 

The silicas ordinarily used in the method of the invention 
include common amorphous forms having ultimate particles of silica which at 
least prior to incorporation in the basecoating and/or topcoating composi- 
25 tion are essentially unaggregated , the surface of which silicas can contain 
for example anhydrous Si0 2 groups, SiOH groups, adsorbed organic groups, 
chemically bonded organic groups, various ionic groups physically associated 



- 19 - 



01 391 87 



or chemically bonded to th* surface of Che silica, and combinations of the 
above depending on the particular character 1st ics of the silica desired. 
They can be in the form of generally known organosols, mixed sols, hydro- 
sols, pyrogenie or fumed silicas, and the like. However where high-solids, 
5 organic solvent based coating compositions -are employed in the method of 
the invention, it is typically preferred to employ silica organosols of the 
types in which the particles of silica are dispersed in an alcoholic medium 
such as a monohydric alcohol, a polyol, or a mixture thereof and in which 
at least a portion of the surface of the silica particles have been modified 
10 through association with the monohydric alcohol or polyol through physical 
means, chemical bonding or a combination of both. 

For example in one preferred embodiment of the invention the 
inorganic micropar tides consist of silica in the form of a colloidal dis- 
persion of the silica in an alcohol such as a lower monohydric alcohol exam- 
15 pies of which include methanol, ethanol, n-propanol, isopropanol, n-butanol, 
and ether-containing alcohols such as ethylene glycol monomethyl ether, 
ethylene glycol monoethyl ether, diethyl ene glycol monomethyl ether, pro- 
pylene glycol monomethyl ether, dipropylene glycol monomethyl ether, dipro- 
pylene glycol monoethyl ether, propylene glycol monobutyl ether, and 
20 dipropylene glycol monobutyl ether. Techniques for preparing such disper- 
sions of colloidal silica in alcohols, as can be seen infrai are known. 
Such dispersions are often prepared by controlled addition of an aqueous 
silica sol to the alcohol while simultaneously removing water, for example 
by distillation at a temperature below that at which substantial chemical 
25 reaction between the hydroxyl groups of the alcohol and silanol grpups of 
the colloidal silica occurs. The products are sometimes referred to as 
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In another preferred embodiment , the inorganic mieropar tides 
consist of silica in the form of a colloidal dispersion of the silica in 
an alcohol wherein the surfaces of the silica particles have been made to 
have various degrees of hyd rophob ic ity and organophil ic ity through chemical 
5 reaction of surface silanol moieties of the silica with an organic -compound 
having a functional group reactive with the silanol moiety such that after 
reaction, the surface of the silica particles are more or less hydrophobic 
. and the silica particles are compatible to various degrees with various 
organic solvents of the types commonly employed for solvent systems of 
10 organic coating compositions. For example, as further disclosed and illus- 
trated infra, examples of the organic compound include monohydric alcohols 
such as ethyl alcohol, n-p'ropyl alcohol, n-butyl alcohol, n-pentyl alcohol, 
n-^hexyl alcohol, n-heptyl alcohol, n-octyl alcohol, n-nonyl alcohol; n- 
decyl alcohol, n-undecyl alcohol, lauryl alcohol, rayristyl alcohol, cetyl 
15 alcohol, st earyl alcohol , isobutyl alcohol, i so amy 1 alcohol, 2, 2, 4-tr imethyl 
"hexane-l-ol, I so propyl alcohol, sec-butyl alcohol, sec-amyl alcohol, 
sec-n-octyl alcohol, methyl isobutyl carbinol, 2,4-dimethyl pentane-3-ol , 
cyclopentanol, cycloheptanol , methanol, ally! alcohol, crotyl alcohol, 
2-propyn-l-ol, benzyl alcohol, 2-phenyl-ethanol , 3-phenyl-l-propanol , 
20 and alpha-methylbenzyl alcohol- Saturated primary and secondary alcohols 
are preferred alcoholic re act ants. Preparation of the chemical reaction 
products of such alcohols as those described above with the silanol moieties 
of the silica particles typically involves heating the silica in the pres- 
ence of the alcohol to a temperature sufficient to effect esterif ication of 
25 the surface silanol moieties by the alcohol- The esterif ication temperature 
* will depend on the relative reactivities of the hydroxyl group of the par- 
ticular alcohol with the^sTLanol moiety of the silica par tide; However, 
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ordinarily it is preferred to carry out the esterif ication reaction at a 
temperature of at least 180°C. Depending upon the particular alcohol used, 
compatibility with various solvent systems can be obtained. For example 
with long branch chain alcohols such as decyl alcohol the products are 
5 compatible with hydrocarbon solvents* Or, for example, when an aromatic 
substituted alcohol is used for the ester if ication reaction, such as benzyl 
alcohol, the products are compatible with aromatic hydrocarbon solvents 
such as benzene, toluene and xylene. 

In another embodiment of the invention the substantially inorganic 

10 microparticles comprise silica prepared from the hydrolysis of a compound 
selected from a tetraalkylor thosilicate , an alkoxypolysiloxane, an alkyl- 
alkoxysilane or a mixture thereof in the presence of a base in a water- 
alcohol medium of pH greater than 7.0. Typically, tetraalkylor thosilicates 
selected from te tr amethyl or tho silicate , tetraethylorthosilicate , tetrapro- 

15 pylor tho silicate or a mixture thereof have been employed to prepare the 
silica microparticles. However, alkoxypolysiloxanes such as hexaethoxy 
disiloxane, octaethoxy trisiloxane, and SrLBOtfD-40, a hydrolyzed and 
condensed tetraethoxysilane available from Stauffer Chemical Company, may 
be employed to prepare silica microparticles of suitable particle size. 

20 Examples of alkylalkoxysilanes which can be utilized to prepare the silica 
microparticles include hydrolyzable alkylalkoxysilanes such as octyl tri- 
ethoxysilane, hexyl triethoxysilane , propyl trie thoxysi lane, decyl tr iethoxy- 
silane, methyl triethoxysilane , dimethyldimethoxysil ane , mixtures thereof, 
and the like- For example . sil ica microparticles having various degrees of 

25 hydrophobicity and organophilicity can be prepared from hydrolyzing mixtures 
of octyl triethoxysilane and te traethyl or tho silicate in basic media wherein 
the amount of octyl triethoxysilane may vary from about 1 percent to about 
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20 percent by weight based on the sum of the weights of the octyl triethoxy- 
silane and te tr a**thylor r.hosil icate . The compatibility of the resulting 
silica raicroparticles with solvents such as hexane and methyl arayl ketone 
tends to increase as the percent of octyl triethoxysil ane in the reaction 
5 mixture increases. 

The following description is intended to be additionally illus- 
trative of some of the types of silica which can serve as inorganic micro- 
particles having an average particle diameter ranging from about 1 to about 
150 tun, preferably from about 1 to about 100 nm, and most preferably from 

10 about 3.5 to about 50 nm, for the preparation of compositions useful in the 
method of the invention. The preparation and properties of these silicas 
are generally known. The silica particles generally may have a surface 
area ranging from about 20 to about 3000 square meters per gram (m 2 /g), 
preferably from about 30 to about 3000 m 2 /g, and most preferably from 

15 about 60 to about 850 m 2 /g and prior to incorporation into the coating 
composition may be in the form of dense, discrete ultimate particles of 
aggregates of associated particles, although silicas having discrete ulti- 
mate particles are preferred. In either case, the average diameter of the 
particles of silica (taken as approximate spheres) will fall within the 

20 ranges previously set forth. 

One common method for making silicas having an average particle 
size ranging from about 1 to about 150 nm employs preparation of the silica 
in an aqueous medium to produce a hydrosol of silica. Silica hydrosols may 
be prepared for example by partially neutralizing an aqueous solution of an 

25 alkali metal silicate, ordinarily sodium silicate, with acid to a pH typi- 
cally of about 8 to about 9 such that the resulting sodium content of the 
solution ordinarily is less than about 1. percent by weight based on sodiunr 
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oxide, A somewhat different, less common approach involves reacting the 
aqueous sodium silicate solution with sufficient acid to make an acidic sol 
and precipitating the sodium salt in a strongly acidic medium* This alter- 
nate approach makes use of the property that polysilic acid is temporarily 
5 stable at about a pH of 2, and if the sodium salt of the acid used for 
neutralizing the sodium silicate is sufficiently insoluble, it can be 
precipitated and separated. Once the salt is separated from the acidic 
sol, the sol can be alkalinized to grow colloidal particles and stabilize 
the product or can be employed in other known processes of growing silica 

10 particles to the desired size. Typically a heating step is involved in 

these processes since temperature is a well known variable for controlling 
the particle size of the silica product. Representative preparations of 
silica aquasols are contained in the following literature which is hereby 
incorporated by reference: United States Patents 2,244,325; 2,375,738; 

15 2,574,902; 2,577,484; 2,577,485; 2,750,345; 3,012,973; 3,440,174; 3,538,015; 
3,673,104; 3, 714,064 and THE CHEMISTRY OF SILICA by Ralph K. Iler, copyright 
1979, pages 172-176 and 331-343. Aquasols of silica may be utilized in the 
method of the invention for example where water-based coating compositions 
are employed. They also can be used for example as starting materials for 

20 the preparation of organosols. 

A method for preparing silica sols having uniform spherical 
silica particles of controlled particle size by hydrolyzing a lower alkoxy- 
silane in an alcohol medium containing suitable amounts of water and 
ammonia has been described by Stober et al in the JOURNAL OF COLLOID AND 

25 INTERFACE SCIENCE, Volume 26, pages 62-69 (1968) the disclosure of which 
is hereby incorporated by reference. 

Silica organosols are especially preferred in the method of 
the present invention where organic solvent based coating compositions 
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are employed. The silanol (SiOH) surface oE silica particles which have 
not been modified util izing various organic compounds tends to limit their 
dispersibility in organic media to organic liquids such as lower alcohols, 
amides and ketones. However silicas containing surface modification by 
5 various organic compounds can be dispersed to form organosols in a variety 
of organic liquids- Such surface modification may be in the form of treat- 
ment of the silica with organic ions such as quaternary ammonium ions like 
tetramethylamioonium ions, quaternary ammonium ions containing long-chain 
hydrocarbon groups and by treating with an organic amine or quaternary 
10 ammonium compound in the presence of a water -immiscible organic liquid as 
described for example in Uaited States Patents 2,601,352; 2,692,863 and 
3,629,139 and THE CHEMISTRY OF SILICA by Ralph Iler, copyrignt 1979, 
pages 359 and 360. Organic anions can be attached to the silica surface 
through metal cations as described for ^example in United States Patent 
15 3,625,856. Surface modification of the silica particles can be effected by 
treatment with various organic compounds which can associate with the 
surface of the silica either through physical means .and/or chemical means 
as for example by treatment with monohydric alcohols, polyols, and mixtures 
thereof, optionally under conditions of time and temperature such that 
20 silanol groups of the silica particles are esterified by reaction with . 

hydroxyl groups of the monohydric alcohols and/or polyols. Still another way 
to modify the surface of a silica particle to render it more organophilic 
is to react the surface of the silica with alkyl chlorosilanes to attach 
organosilyl groups. In short, a variety of ways, are well known in the art 
25 for modifying the surface of silica to make the silica more compatible with 
organic liquids- Representative preparations of silica organosols and mixed 
sols can be found in the following literature which is hereby incorporated 
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by reference: United States Patents 2,375.738; 2,577,485; 2,801,185; 
2,801,186; 3,108,970; 2,692,863; 3,629,139; 3,660,301; 2,601,352; 3,625,856; 
2,921,913; 2,739,078; 3,699,049; 2,974,105; 3,351,561; 3,336,235; 3,855,145; 
2,786,042; and THE CHEMISTRY OF SILICA by Ralph K. Iler, copyright 1979. 
5 pages 412-415. 

Silicas in powder form represent another, although less preferred, 
type of silica which may be utilized as the substantially inorganic micro- 
particles in the method of the invention. Silica powders may be prepared 
for example from crushing a silica gel or from generally known flame 

0 hydrolysis techniques which result in what are often referred to as fumed 
silicas or pyrogenic silicas. Silica powders generally are in a form 
in which the particles consist of small granules of pulverized silica gel 
or of coherent aggregates of submicron particles that are linked together 
in networks. As disclosed by R. K. Iler in THE CHEMISTRY OF SILICA, 

5 copyright 1979 at page 462, 476 and 477, a silica powder might consist oE 
separate discrete silica particles, but when the particle diameter is less 
than 100 nm, the particles spontaneously adhere into loose aggregates. In 
powders the ultimate (or primary) particles are aggregated into what have 
been called "secondary particles", "clusters" or "aggregate particles" all 

^ of which are referred to herein simply as aggregates. Various types of 
silica powders are known in which the nature of the surfaces of the silica 
particles vary from one type of powder to another. For example, in some 
powders the surface of the particles are essentially fully hydroxylated, 
i.e., the surface structure terminates in silanol (SiOH) groups. Powders 

) of the fully hydroxylated type tend to be readily wettable by water and 
water-miscible organic molecules. In some powders, the surface of the 

I i 

particles can be considered to be made up of siloxane .(-Si-0-Si-) bonds 
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which present primarily oxygen atoms at the surface. In these powders, 
usually only a small fraction of silanol groups are present- Pyrogenic 
silicas condensed from the vapor state as well as hydroxylated silicas 
which have been dehydrated at high temperatures, e.g., about 1000°C, tend 
5 to be of this type. Moreover, the surfaces of silica powders can be modi- 
fied by chemical or physical attachment of organic molecules or radicals 
which modification can impart various degrees of hydro phobicity , organo- 
philicity, hydrophilicity , or oleophobicity to the silica particles. 

The silicas in powder form, for reasons which are not entirely 
10 understood, tend to perform somewhat less effectively in the method of the 
invention. When employed in the basecoating composition for example they 
typically require a disadvantageous amount of grinding which typically is 
done as pregrinding in a solvent. Moreover, when employed in the topcoat- 
ing composition, the dried or cured film often does not exhibit as high a 
15 degree of gloss as is desired for certain applications such as topcoats for 
automobiles. The differences in behavior of the powder forms of silica 
compared to for example silicas in the form of organosols, is believed to 
be at least in part a result of a high proportion of particles in the form 
of aggregates being present in the powder forms . Moreover, when utilized 
20 in a basecoating composition containing metallic pigment, typically a larger 
amount of a powder form of silica is needed to provide a desired degree of 
metallic pattern control as compared to utilization of a silica in the form 
of a sol having a high proportion of discrete ultimate particles. 

A wide variety of silicas in. the- form^of hydrosols, organosols 
25 and powders may be obtained for example under the trade names of LUDOK 
from E. I. Du Pont De Nemours and Company, NALCOAG from Nalco Chemical 
Company, NYACOL_£rom- Nyacol, Inc ., jSJJQWTEX .from ..Nissan Chemical Industries,,. 
Ltd., CAB-0-SIL from Cabot Corp. and AEROSIL from Degussa Inc. 
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The basecoating composition and copcoating compositions are 
usually prepared by simply admixing the various ingredients for the respec- 
tive compositions at room temperature although elevated temperatures may be 
used. 

5 The amounts of the materials in the basecoating composition 

including the substantially inorganic microparticles can vary widely. Gen- 
erally the film-forming resin constitutes from about 10 percent to about 
95 percent by weight, typically from about 25 percent to about 50 percent 
by weight, of the basecoating composition. Generally the amount of sub- 

10 stantially inorganic microparticles can range from about 1 percent to about 
30 percent by weight, typically from about 10 percent to about 20 percent 
by weight, based on the sum of the weights of the organic film-forming 
resin, optional crosslinking agent, and inorganic microparticles. 

The amount of solvents and/or diluents constituting the solvent 

15 system for the film-forming resin also may vary widely. Generally the 
total amount of solvents and/or diluents may range from about 0 to about 
80 percent by weight, typically from about 35 to about 65 percent by 
weight, of the basecoating composition. 

The amounts of pigment particles present in the basecoating 

20 composition is likewise subject to wide variation. Generally the pigment 
is present in an amount ranging from about 2 to about 50 percent by weight, 
typically from about 3 to about 30 percent by weight, based on the sum of 
the weights of the film-forming resin and the substantially inorganic 
microparticles. When metallic flakes are employed as pigment on the 

25 basecoating composition, they generally ace present in the range of from 
about 2 to about 30 percent by weight, typically from about 10 to about 
20 percent by weight, based on the sum of ths weights of the film-forming 
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resin and th* substantially inorganic micropar tides present in the base- 
coating composition. 

The film-forming resin of the topcoating composition can be any 
of the film-forming resins useful for coating compositions and can be the 
5 same or different from the film-forming resin of the basecoating composi- 
tion. Likewise, film-forming resins for the topcoating composition can 
be film-forming thermoplastic resins and/or thermosetting resins. Illus- 
trative examples of film-forming resins suitable for the topcoating compo- 
sition have been described previously in the discussion of examples of 
10 film-forming resins suitable for the basecoating composition- The solvent 
systems described with respect to the basecoating composition also can be 
employed for the film-forming resin of the topcoating composition. For 
example, the film-forming resin of the topcoating composition may be 
dissolved in the solvent system or it may be dispersed in the solvent sys- 
15 tern. Like the solvent system for the film-forming resin of the basecoating 
composition, the solvent system for the topcoating composition may be 
organic or aqueous and may be a single compound or a mixture of compounds. 
Illustrative of components suitable for the solvent system include those 
described previously. 
20 As for the film-forming resin of the basecoating composition 

the film-forming resin of the topcoating composition may be present in 
the coating composition in the form of a solution, dispersion, emulsion 
or pseudodispersion. Likewise, the topcoating composition may contain 
optional ingredients such as various fillers, plastic izers , antioxidants, 
25 mildewcides and fungicides, surfactants, various catalysts to promote 

drying or curing, and various flow control agents as described previously 
with respect to the basecoating composition. 
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Where a crossl inkable film-forming resin is utilized in the top- 
coating composition, optionally a crosslinking agent can be incorporated in 
the topcoating composition. Examples of such crosslinking agents include 
those described previously with respect to the basecoating composition. 
5 The topcoating composition is formulated so that when it is 

applied to the basecoat, it forms a clear topcoat so that the pigmentation 

of the basecoat will be visible through the topcoat. It should be under- 

■••■•» 

stood that the topcoat, while being transparent, may contain small amounts 
of dyes and/ or tints to modify the overall appearance where desired. 

10 However, it is usually preferable not to employ even small amounts of dyes 
and/or tints in the topcoating composition. Although the topcoating 
composition may contain transparent extender pigments and optionally a 
small amount of coloring pigment, it should not contain so much coloring 
pigment that it interferes with the general transparency of the topcoat. 

15 Usually it is preferable not to utilize even small amounts of coloring 
pigment in the topcoating composition. 

The amounts of the film-forming resin, solvent system, and 
optionally inorganic micro par tides , employed in the topcoating composition 
generally are as described with respect to the amounts of these components 

20 for the basecoating composition. However, when inorganic microparticles 
are incorporated in the topcoating composition for example to control 
sagging, the level of inorganic microparticles so utilized is typically 
less than the level of inorganic microparticles when used in the basecoat- 
ing composition to control pigment orientation. Generally the amount of 

25 "substantially inorganic"" microparticles in the topcoating composition can 
range from about 1 percent to about 20 percent by weight, typically from 
about 2 percent to about 12 percent by weight, based on the sum of the 
weights of the organic film- forming resin, optional croTs£l inking agent, and 
inorganic microparticles. 



- 30 - 



The Method of the invention can be employed utilising a wide 
variety of substrates such as metals, wood, glass, cloth, plastics, fiber- 
glass, foams and the like as well as over primers. The basecoating compo- 
sition and topcoating composition can be applied to the substrate using any 
5 application technique known in the art such as roll coating, curtain 

coating, dip coating, doctor blade coating, spraying and the like although 
spraying is most often employed. 

In the method of the invention the basecoating composition con- 
taining organic film-forming resin, the solvent system for the film-forming 

10 resin, pigment particles, and dispersed inorganic micropar tides, is 

first applied to the substrate. The basecoating composition, depending on 
the choice of thermoplastic and/ or thermosetting resin, may be dried or 
cured at ambient temperature or with applied heat to a degree at least 
sufficient to allow the clear topcoating composition to be applied to the 

15 basecoat without undesirable strike-in. Thermoplastic coating compositions 
are typically hardened by evaporation of the volatile solvent system. 
Thermosetting coating compositions can be cured in a variety of ways, 
typically at temperatures in the range of from about 20*C to about 260*C. 
Some of the thermosetting film-forming resins such as air-curable alkyds* 

20 for example may be cured by exposure to the oxygen in air. Many of the 
coating compositions contain a crossl inking agent. When a crossl inking 
agent is present, the coating compositions are usually cured by the appli- 
cation of heat. Although a curing temperature may vary widely it is 
typically in the range of about 80" Celsius (C) to about 150°C. Similarly, 

25 curing times may be subject to wide variation, but typically range from 
about 10 minutes to about 45 minutes. Where a plurality of superimposed 
basecoats or topcoats are- ^fco be applied, each coating composition may be 
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cured prior to application of the next coating composition. It is pref- 
erable, however, to utilize coating systems which will permit the applica- 
tion of two or more superimposed coatings which can be cured together in a 
single curing operation. For example, a thermosetting basecoat may be 
5 cured prior to application of a thermosetting topcoat, although it is pre- 
ferred to use coating systems which will permit the topcoat ing composition 
to be applied to a substantially uncured basecoat and to cure them simul- 
taneously in one operation. Particularly when heat curing is employed, it 
is sometimes desirable to allow the basecoating composition to fl£sh at 
10 ambient temperature for up to about 30 minutes , typically up to about 5 

minutes, before the topcoating composition is applied to the basecoat. Such 
solvent flashing may be utilized with either basecoating compositions con- 
taining thermoplastic film-forming resins or with basecoating compositions 
containing thermosetting film-forming resins (i.e., those which involve 
15 some degree of crossl inking during cure). 

The color plus clear method of the invention provides a number of 
advantages. By incorporating the inorganic micropar tides in the pigmented 
basecoating composition and optionally in the topcoating composition, the 
amount of sagging of the coating compositions on a verticle substrate dur- 
20 ing heating can be substantially reduced or even eliminated often without 
the use of known organic microgels. Moreover, this advantage with respect 
to sag control is especially important when a high-solids coating composi- 
tion is utilized in the method of the invention where sag control can be an 
especially serious problem. As used herein, the term "high solids coating 
25 composition 11 is intended to include those coating compositions having a 

total solids content of at least about 50 percent by weight, preferably at 
least about 60 percent^ by weight, based on the total weight of the coating 



- 32 -\. 01 3S1S7 

composition and which can be applied to the substrate by conventional 
spraying techniques. Moreover, it is preferred that the basecoating and 
topcoating compositions be applied by conventional spraying to the sub- 
strate at a combined total solids content of at least 50 percent by weight 
5 of the sum of the basecoating composition and the topcoating composition. 
The solids are understood to include the essentially nonvolatile component 
of the coating composition including, for example, film-forming resin, 
inorganic micropar tides and pigment particles. It is to be understood 
chat the optional crosslinking agents, examples of which have been- describ 
10 above, are intended to be included for the purpose of the determination of 
the solids content of the coating composition. Particularly where a high- 
solids coating composition is utilized in the method of the invention, 
typically the organic film-forming resin will comprise a crosslinkable 
resin having a weight average molecular weight of from about 500 to about 

15 10,000 and typically the coating composition will contain a crosslinking 
agent examples of which include those described previously. 

Additionally, when the inorganic microparticles are incorporated 
in the topcoating composition, the topcoating composition surprisingly can 
be cured to a high gloss film without the occurrence of substantial flat- 

20 tening effects (i.e., substantial gloss reduction) which certain particulai 
silicas which have previously been used in coating compositions provide. 
This is important for example where high gloss coatings are desired as in 
automotive coatings applications. Equally important, where metallic flakes 
are employed as pigment in the basecoating composition, the incorporation 

25 of the inorganic microparticles provides excellent control of the pigment 
orientation in the base coat such that the dried or cured coating exhibits s 
high degree of pattern control -as evidenced by excellent--' two tone -appear anc 
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when viewed at different angles to a direction normal to the coated surface 
and excellent metallic brightness (sometimes referred to as brightness of 
face or lightness of face) when viewed from a direction essentially normal 
to the coated substrate. Moreover, this high degree of pattern control may 
5 be achieved in the method of the invention without the necessity of using 
known organic polymer microgels which have been synthesized for this 
purpose, although it is to be understood that the scope of the present 
invention is intended to include the color plus clear coating method of the 
invention wherein an organic polymer micro gel is employed in combination 

10 with the inorganic micropar tides in the basecoating composition and/ or 
topcoating composition. 

Some further advantages of the method of the invention may obtain 
because of the nature of the inorganic micropar tides . Being substantially 
inorganic, the micropar tides are inherently more resistant to degradation 

15 from the action of ultraviolet light as from exposure to sunlight, from 

hydrolysis, and from extreme conditions such as high temperatures and salt 
spray. Moreover, the inorganic micropar tides are not subject to internal 
attack by organic solvents and do not swell in the presence of organic 
solvents. 

20 The following examples are intended to further illustrate the 

present invention. As used in the body of the specification, examples 
and claims, all percents, ratios and parts are by weight unless otherwise 
specifically indicated. As used herein, "pbw" means "parts by weight.", 

EXAMPLE 1 

25 This example illustrates the preparation of a colloidal silica in 

. dipropyleneglycol monome thy 1 ether . 
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A 12, liter flask is equipped for vacuum distillation , the appa- 
ratus including a mechanical stirrer, heating mantle, addition funnel, 
pot thermometer, and vacuum take-off head containing a thermometer and a 
condenser. 

5 The flask is charged with 5600 g of dipropyleneglycol monomethyl- 

ether (DOWANOL DPM from Dow Chemical Company). 

to the contents of the flask is added 6118 g of aqueous colloidal 
silica (NALCOAG 1034A, having a silica solids content of 35. 3Z by weight 
and a pH of about 3). Distillate containing water is removed under a 

10 vacuum of 45 torr while the temperature of the contents of the flask rises 
from 44 # C to 95 *C during which time essentially all of the water in the 
flask is distilled off. The resulting dispersion of colloidal silica in 
dipropyleneglycol monomethyl ether has a content of silica solids of 30. 8% 
by weight, a residual water content of 0.27% by weight, and a low viscosity 

15 (12.4 seconds, No. 4 Ford Cup). 

EXAMPLE 2 

A 502 solids dispersion of silica in dipropyleneglycol monomethyl- 
ether is prepared by a process similar to that described in EXAMPLE 1. A3 
liter flask is equipped for vacuum distillation as described in EXAMPLE 1. 

20 The flask is charged with 1050 g of dipropyleneglycol monomethyl ether 
(DOWANOL DPM from Dow Chemical Company). 

To the contents of the flask is added 2578.8 g of aqueous colloid; 
silica (NALCOAG 1034A having a silica solids content of 34.9% by weight and 
a pH of about 3). The addition of the aqueous colloidal silica is done 

25 slowly and the pot temperature is maintained at about 45-50*C by the addi- 
tion of the aqueous silica. During the addition, distillate containing 
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water is removed under a vacuum of 45 torr while the temperature of the 
contents of the flask rises from 42*C to 100°C during which time essen- 
tially all of the water in the flask is distilled off. The resulting 
dispersion of colloidal silica in dipropyleneglycol raonoraethyl ether has a 
5 content of silica solids of 50. 8% by weight, a residual water content of 
0.08% by weight and a viscosity of 18 seconds through a No. 4 Ford Cup. 

EXAMPLE 3 



A dispersion of colloidal silica in dipropyleneglycol monomethyl- 
ether which is essentially free of water and which has a silica solids 
10 content of 32 percent by weight is prepared according to the procedure 
described in EXAMPLE 1. 

A 5 liter flask equipped for distillation is charged with 2812.5 
grams of the dispersion of colloidal silica (32 percent by weight silica 
solids) and 600 grams of n-decyl alcohol. The contents of the flask are 
15 heated and held at reflux under atmospheric pressure for about 2 hours dur- 
ing which time the temperature of the contents of the flask gradually rises 
to 207°C and 1931 grams of distillate is removed. The resulting product is 
a colloidal silica having n-decyloxy groups bound to the silica surface. 
To the resulting product is added 1900 grams of methyl amy 1 ketone to reduce 
20 the silica solids content of the flask to 26.6 percent by weight. 

EXAMPLE 4 

A grinding apparatus consisting of a ball mill jar rotated by a 
pair of rollers and containing solid, ceramic, Bur undum cylinders that 
range in ^2rex*g-th- f rom about 1/2 to about 3/4- inch in length" and from about 
25 3/8 to about 3/4 inch in diameter is charged with 60 grams of a fumed silica 
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having a surface area of approximately 200 square meters per gram (available 
as CAB-O-SIL PTG from Cabot Corporation) and 340 grams of propyl en eg lycol 
monoraethyl ether (D0WAN0L PM) . The fumed silica is ground in the propylene- 
glycol monomethyl ether for 64 hours. The resulting composition has a 
5 silica solids content of 16.0 percent by weight (as determined at 250'F for 
2 hours) and gives a Hegman grind reading of 8+. 

EXAMPLE 5 



An amount of 225 grams of fumed silica having a surface'area of 
about 120 m 2 /g (available as AER0SIL R972 from Degussa, Inc.) is ground 
10 for 64 hours in 1275 grams of propyl eneg lycol monomethyl ether (D0WAN0L PM) 
according * to iJ the procedure described in EXAMPLE 4. The resulting composi- 
tion has a silica solids content of 15.9 percent by weight and gives a 
Hegman grind reading of 8+. 

EXAMPLE 6 

15 A 1 liter flask is equipped for vacuum distillation as described 

in EXAMPLE 1 and is charged with 460 g of dipropyi eneg lycol monomethyl ether 
(DOWANOL DPM) . 

An aqueous dispersion of colloidal silica having a silica solids 
content of 50 percent by weight and- an average silica particle size of 
20 greater than 700 Angstroms (NALC0AG 5SJ-626) is treated with a strong acid 
ion exchange resin (Amber lite 200 from Rohm and Haas Company) until the pH 
is lowered to 2*5. 

The aqueous dispersion of colloidal silica having a pH of 2,5 
is added to the 1 liter flask containing the dipropyi eneg lycol monomethyl- 
25 ether while water is distilled! .off 4mder a.vacuum of 40 torr. 5he. vacuum 
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distillation is continued until the pot temperature reaches 110°C and the 
vapor temperature (head temperature) reaches 90°C. The total amount of 
distillate recovered is 574 g. The resulting dispersion of colloidal 
silica in dipropyleneglycol monomethyl ether has a silica solids content 
5 of 44.3 percent by weight. 

EXAMPLE 7 

A 1 liter flask is equipped for vacuum distillation as described 
in EXAMPLE 1. 

An aqueous colloidal silica having a silica solids content of 15 

10 percent by weight and an average silica particle size of 40 Angstroms, A" 

(NALCOAG 1115) is treated with a strong acid ion exchange resin in the acid 
form (Amber lite 200 from Rohm and Haas Company) until the pH of the aqueous 
colloidal silica is lowered to 3.0. Next this acidified colloidal silica 
is treated with a strongly basic ion exchange resin which is in the hydrox- 

15 ide form (Amberlite IRA— 900 from Rohm and Haas Company) until the pH is 

raised to 5; Thereafter, this colloidal silica is further contacted with 
Amberlite 200 until the pH is lowered to 2.8. These multiple ion exchange 
steps are similar to those described in United States Patent 3,855,145. 

Next, 630 g of the ion exchanged, aqueous colloidal silica having 

20 a pH of 2.8 is added slowly to the 1 liter flask which contains 630 g of 
dipropyleneglycol monomethyl ether (D0WAN0L DPM) . The pot temperature is 
maintained at 45-50*C during the addition of the ion exchanged, aqueous 
colloidal silica to the dipropyleneglycol monomethyl ether . Thereafter, 
water is distilled off under a vacuum of 40 torr while the pot temperature 

25 rises to 71°C and the vapor temperature (head temperature) rises to 54°C. 
A total of 586 g of distillate is recovered. The resulting dispersion of 



[31 ' 



- 38 - oi 391 87 

colloidal silica in dipropylene glycol nonome thy 1 ether has a silica solids 
content of 12. & percent by weight and a residual water content of 1.08 
percent by weight. 

EXAMPLE 8 

5 A 5 liter, 4-neck flask is equipped with a stirrer, thermometer 

condenser, and distillation take-off «, 

In the 5 liter flask are mixed 2402 g of methanol, 460 g of dis- 
tilled water, and 156-1 g of an aqueous solution containing 30 percent by 
weigh* ammonia. The resulting solution is heated to reflux and when the 

10 concentration of ammonia in the solution is 0.65 molar, 532 g of ethylsil 
cate, condensed, from Union Carbide Corporation (believed to contain abou 
90 percent by weight tetraethylorthosilicate and about 10 percent by weig 
of hexaethoxydisiloxane) is added to the contents of the flask all at one 
with vigorous stirring. The contents of the flask turns milky 4 minutes 

15 after the addition of the ethyl silicate, condensed, to the flask. 

Next, the contents of the flask are refluxed for two hours and 
thereafter allowed to cool to room temperature. 

Next, 1695 g of a distillate containing methanol and ammonia is 
removed from the flask by vacuum distillation at 90 torr and 32*C. 

20 The dispersion remaining in the flask is then acidified from a 

of 8.44 to a pH of 2.40 by the addition of 8 milliliters (ml) of concen- 
trated hydrochloric acid (12 Molar). To the acidified colloidal dispersi 
is added 1200 ml of l-methoxy-2-propanol (DOWANOL PM from DOW Chemical 
Company) . 

25 Next, essentially all of the remaining methanol and water in 

addition to some of the l-methoxy-2-propanol are removed by azeotropic 
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distillation at a pressure of 45 torr. Thereafter, further concentration 
of the colloidal dispersion by vacuum distillation at 45 torr and 62°C 
results in a stable dispersion of colloidal silica in l-methoxy2-propanol 
having a silica solids content of 24.2 percent by weight. During the 
5 aforesaid azeotropic distillation and further concentration at 45 mm torr, . 
a total of 1994.5 g of distillate is removed from the flask. 

EXAMPLE 9 



A 5 liter, 4-neck flask equipped with a stirrer, thermometer, and 
distillation take-off is charged with 2039 grams of methanol, 220 grams of 
10 distilled water, and 216.6 grams of an aqueous solution containing 30 per- 
cent by weight ammonia. The resulting solution is heated to reflux and 
when the concentration of ammonia in the solution is 0.71 molar, a mixture 
o£ 504.7 grams of ethyl, silicate, condensed, from Union Carbide Corporation 
(believed to contain about 90 percent by weight tet r ae thyl or tho silicate 
15 and about 10 percent by weight of hexaethoxydisiloxane) and 21.0 grams of 
octyltriethoxysilane is added all at once with vigorous stirring. 

Next, the contents of the flask are refluxed for two hours and 
thereafter allowed to cool to room temperature. 

Next, 1045 grams of a distillate containing methanol and ammonia 
20 is removed from the flask by vacuum distillation at 50 torr pressure and 

23 °c: 

Next, 300 milliliters of l-methoxy-2-propanol (D0WAN0L PM from DOW 
Chemical Company) is added to the contents of the flask and the dispersion 
is thereafter acidified from a pH of 8.9 to a pH of 2.26 by the addition of 
25 10 ml of concentrated hydrochloric acid (12 Molar). To the acidified col- 
loidal dispersion is added 1000 ml of l-methoxy-2-propanol (D0WAN0L PM) . 
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Next, essentially all of the remaining methanol and water in 
addition to some of the l-methoxy-2-propanol are removed by azeotropic 
distillation at a pressure of 45 torr and a temperature of 59*C. During 
the aforesaid azeotropic distillation a total of 2425 g of distillate is 
5 removed from Che flask. The resulting product is a stable dispersion of 
colloidal silica in l-methoxy-2-propanol having a silica solids content of 
19.7 percent by weight. 

EXAMPLE 10 



The following Examples 10A through 101 illustrate the method of 
10 the present invention utilizing coating compositions prepared from the 

dispersions of colloidal silica of EXAMPLES 1 through 9. Example 10J is a 

comparison example. 

High-solids, metallic basecoating compositions are prepared by 
mixing under agitation the ingredients in the amounts in parts by weight 
15 set forth in the following TABLE 1. 
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*A derivative of hydroxyphenyl benzotr iazole available as 
TXKUVIN 328 from Geigy Industrial Chemicals. 

2 A dispersion of colloidal silica in dipropylene glycol mono- 
mechylether prepared in the manner described in EXAMPLE 1 but having a 
5 silica solids content of 32.0 percent by weight. 

^The dispersion of colloidal silica in dipropyleneglycol mono- 
merhylether as described in Example 2. 

dispersion of colloidal silica in dipropyleneglycol mono- 
tsefchylether as described in Example 3. 

10 ^The d ispersion of colloidal silica in propyl eneglycol raonomethyl- 

ecber as described in Example 4. 

^The dispersion of colloidal silica in propyl eneglycol monomethyl- 
ether as described in Example 5, 

?The dispersion of colloidal silica in dipropyleneglycol mono- 
15 merhylether as described in Example 6. 

^The dispersion of colloidal silica in dipropyleneglycol mono- 
mechylether as described in Example 7, 

dispersion of colloidal silica in 1-methoxy— 2-propanol as 
described in Example 8. 

20 l^The dispersion of colloidal silica in l-methoxy-2-propanol as 

described in Example 9. 

H A high solids acrylic resin at 75 percent by weight acrylic 
resin solids in ethyl eneglycol monome thy 1 ether acetate available as AT-400-CA 
from Rohm and Haas Company. 

». f. 

25 methylated and butylated melamine crosslinking agent available 

as CYMEL 1130 from American Cyanamid Company. 

l^A composition prepared from 23. 75 pbw of nonleafing aluminum 
flakes, 1.25 pbw of Monarch Blue Pigment from Ciba Geigy Corporation, 25 
pbw of an iminated acrylic grinding resin* and 50 pbw of solvent comprising 
30 raethylarayl ketone, mineral spirits, Naphtholite®, isobutanol and toluene. 

1 ^A dispersion of non-leafing aluminum flakes at 65 percent 
by weight solids in mineral spirits available as Aluminum Paste R167 from 
Ohio Bronze Powder Company. 

*^A mixture of 55 percent by weight of dinonyl naphthalene disul- 
35 fonic acid in isobutanol of which 50 mole percent of the acid groups have 
been neutralized wfth diisopropanol amine is combined with sufficient 
isopropanol and water to produce the catalyst composition containing 30,0 
percent by weight dinonyl naphthalene disul fonic acid, 7.5 percent by weight 
diisopropanol amine, and 62.5 percent by weight solvents (52.58 percent 
40 isopropanol, 39.27 percent isobutanol, and 8.15 percent water). 
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Compositions 10A through 10J are reduced to a No. 4 Ford Cup 
viscosity of 19-22 seconds with methylamyl ketone to provide basecoating 
compositions 10A through 10J and are spray applied to unprimed steel 
panels using conventional spraying equipment to provide a dry film thick- 
5ness of basecoat of about 0.6 to 0.7 mils. The spray viscosity and percent 
by weight spray solids are as set forth in the following TABLE 2. Next, 
the basecoating compositions on the steel panels are allowed to flash for 
2 minutes at ambient atmospheric conditions. Immediately thereafter, a 
conventional, clear automotive acrylic copcoating composition (available 
lOas DCT-2000 from PPG INDUSTRIES, INC.) is spray applied in two passes to 
the basecoated steel panels with a one minute flash at ambient atmospheric 
conditions between passes. 

Next, the basecoating and topcoating compositions on the steel 
panels are cured at 250 T (121 *C) for 30 minutes. All of the cured films 
15 prepared utilizing compositions 10A through 101 exhibited good to excellent 
metallic pattern control as determined visually compared to the cured film 
prepared utilizing composition 10J which contained no colloidal silica. 
Moreover the wet coatings prepared utilizing compositions 10A through 101 
exhibit good resistance to sag during the heat curing step while the wet 
20coating prepared utilizing composition 10J exhibits much sagging after 
application and the heat curing step. 

Additionally, the 20* gloss, distinctness of image (DOI), and 
dry film thickness (DFT) in mils is determined for each of the cured 
.. composite, coatings and. the results are as set forth in the following 
25 TABLE 3. 
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TABLE 2 

Spray Viscosity Percent by Weight 

Composition (No. 4 Ford Cup) Spray Sol ids 



10A 




19.5 




49.3 


10B 




19.5 




51.3 


IOC 




19.3 




52.2 


10D 




21.3 




37.6 


aOE 




20. 6 




-> • y 






20 6 


* 


47.7 










42.9 


1 At* 

10H 




1 Q 7 




52.4 


101 








52.2 


10J 




on "\ 


• 


59. 1 






TABLE 


3 




Example 


20" Gloss 




DPI 


DFT (mils) 


10A 


84-88 




66.2 


2.15 


10B 


87 




47.1 


2.25 


IOC 


87-88 




. 62.6 


2.15 


100 


94-95 




61.2 


2.0 


10E 


89 




60.5 


2.2 


10F 


68 




18.5 


2.05 


10G 


52 




14.5 


2.05 


10H 


86-89 




53.0 


2.3 


101 


87 




43.0 


2.1 


10J 


40-45 




9.0 


1.8-2.4* 



* Exhibits much sag. 
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EXAMPLE 11 



This example illustrates the method of the invention utilizing 
a high-solids basecoating composition. 

A high-solids, metallic basecoating composition is prepared by 
5 mixing under agitation the ingredients in the amounts in parts by weight set 
forth in the following TABLE 4. 

TABLE 4 







pbv 




Ultraviolet light absorber 1 


3.0 


10 


Methylamyl ketone 


20.0 




Colloidal silica dispersion* 


70.3 




Acrylic resin^ 


70.1 




Crossl inking agent^ 


75.0 




Methanol 


9.0 


15 


Aluminum paste^ 


31.6 




Catalyst composition 6 


3.8 



lAs described in footnote 1 to Table 1. 

2 A dispersion of colloidal silica in dipropyleneglycol monomethvl- 
0O ! P"P*"<* ™ the manner described in Example 1 but having a silica 

20 solids content of 32.0 percent by weight. sj.ij.ca 

As described in footnote 11 to Table 1. 

4 As described in footnote 12 to Table 1. 

5 As described in footnote 14 to Table 1. 

6 As described in footnote 15 to Table 1. 

25 1116 raeCalli c basecoating composition is spray 'applied at a solids 

content of 57.4 percent by weight and a No. 4 Ford Cup viscosity of 39.6 
seconds to an unprimed steel panel to form a basecoat. Next, the basecoat 
is allowed to flash for ^'miriutes at ambient atmospheric condition 
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Immediately thereafter, a conventional, clear, automotive acrylic topSb&t- 
ing composition (available as DCT-2000 from PPG INDUSTRIES, INC.) is spray 
applied in two passes to the basecoat with a one minute flash at ambient 
atmospheric conditions between passes to form a topcoat. 
5 Next the basecoat and topcoat are cured at 250 *F (121 "C) for 30 

minutes to a total dry film thickness of 2.1 mils. Hie composite coating 
exhibits excellent resistance to sagging during cure and the resulting 
cured composite film exhibits excellent metallic pattern control as 
determined visually (i.e., the cured film exhibits an excellent two tone 
10 appearance when viewed at different angles to a direction normal to the 
surface and excellent metallic brightness when viewed from a direction 
essentially normal to the surface). Additionally the cured composite film 
has a 20* gloss of 86 and a definition of image (DOI) of 52.7 at the 2.1 
mil dry film thickness. 

15 EXAMPLE 12 

This example illustrates the method of the invention wherein the 
topcoat ing composition containing colloidal silica is applied to a basecoat 
which does not contain colloidal silica. 

Topcoating composition 12A and topcoating composition 12B (for 
20 comparison) are prepared by mixing under agitation the ingredients in the 
amounts in parts by weight set forth in the following TABLE 5. 



TABLE 5 






Composition 


12A 


12B 


Ultraviolet light absorber* 


4.0 


4.0 


Methylamyl ketone 


124.0 


123.0 


Colloidal silica dispersion^ 


18.4 


0 


Acrylic resin 3 


158.4 


171.8 


Cr os si inking agent*- 


100.2 


-100.2 



Us described in footnote 1 to Table 1. ®^ &91 87 

2 The dispersion of colloidal silica in dipropyleneglycol raono- 
methylether as described in Example 2. 

J As described in footnote 11 to Table 1. 

5 polymeric butylated me 1 amine- formaldehyde resin at about 

67 percent by weight solids in a solvent mixture containing 22 percent by 
weight butanol and 78 percent by weight naphtha and having a naphtha tol- 
erance ranging from 140 to 290. 

Next, samples of compositions 12A and 12B are each catalyzed with 
10 a phenyl acid phosphate solution and a sulfonic acid solution to form top- 
coating compositions 12C and 12D respectively, as set forth in the following 
TABLE 6, The percent by weight spray solids and the spray viscosities for 
topcoating compositions 12C and 12D are also set forth in TABLE 6. 

TABLE 6 

^ Topcoating Topcoating 

Composition 12C Composition 12D 

Composition 12A 202.5 — 

Composition 12B — 200.0 



1.0 



Phenyl acid phosphate solution 1 1.0 

20 Sulfonic acid solution 2 0.73 0.73 

No. 4 Ford Cup Viscosity in seconds 28.9 29.1 

Percent by weight spray solids 49.4 50.8 

Phenyl acid phosphate PA-75 from Mobil Chemical Corp. which 
is diluted to 50 percent by weight: with isopropanol. 

25 2 Dinonyl naphthalene disulfonic acid available as NACURE 155 

from King Industries. 

Next, unprimed steel panels are spray coated with a high-solids 
thermosetting acrylic basecoating composition (available as DCT 15472 from 
PPG INDUSTRIES, INC.) at a No. 4 Ford Cup viscosity of 19 seconds after 
30 dilution with methylamyl ketone to form a basecoat. The basecoat is 

allowed to flash for 2 minutes at ambient atmospheric conditions after 
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vhich topcoating compositions 12C and 12D are spray applied to the basecoats 
to form topcoats. The resulting composite basecoat/ topcoat films are cured 
at 285°F (141*C) for 30 minutes. Properties of the resulting cured films 
are as set forth in the following TABLE 7. 

TABLE 7 

Example 12C Example 12D 



Approximate dry film 
thickness (mils) 



10 2<Q>* Gloss 

Defi.£.i£ion of Image 
(DOI) 



Basecoat 
Topcoat 
Total . 



15 



Appe ar ance 



0.6-0.7 
1.4-1.55 
2. 25 

87 

60.5 



No sag observed 
even at panel 
edges 



0.6-0.7 
1.3-1.4 
2.0-2.1 

87 

55.0 



Sag is 
apparent at 
top and bottom 
edges of panel 



Thus, Example 12C illustrates that the method of the invention 
can be utilized to control sagging of the high solids , clear topcoat and 
still provide a composite, cured film having a high degree of gloss. 
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10 



15 



20 



25 
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What is claimed is: 

1- A method of coating a substrate comprising the steps of: 
(A) coating a substrate with one or more applica- 
tions of a basecoating composition comprising: 

(1) an organic film-forming resin, and where 
the film-forming resin can be crosslinked, 
optionally a crossl inking agent for the 
film-forming resin, 

(2) substantially colorless, substantially 
inorganic micropar tides stably dis- 
persed in the basecoating composition, 
the microparticles prior to incorpora- 
tion in the basecoating composition 
ranging in size from about 1 to about 
150 nanometers, wherein the inorganic 
microparticles are present in the 
basecoating composition in an amount 
ranging from about 1 to about 30 percent 
by weight based on the weight of organic 
film-forming resin, optional crossl ink- 
ing agent, and inorganic microparticles, 

(3) a solvent system for the film-forming 
resin, and 

(4) pigment particles 
to form a basecoat; and 
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(B) coating the basecoat with one or more applica- 
tions of a topcoating composition comprising: 

(1) an organic film-forming resin, which may 
be the same as or different from the 

5 film-forming resin of the basecoating 

composition, and where the film-forming 
resin of the topcoating composition can be 
crosslinked, optionally a crossl inking 
agent for the film-forming resin of the 
10 topcoating composition, and 

(2) a solvent system for the organic film- 
forraing resin of the topcoating composition 

to form a transparent topcoat. 

2. The method of Claim 1 wherein the organic film-forming resin 
15 of the basecoating composition comprises a crossl inkable resin having a 

weight average molecular weight of from about 500 to about 10,000. 

3. The method of Claim 1 wherein the substantially inorganic 
microparticles comprise silica. 

4- The method of Claim 1 wherein prior to incorporation in 
20 the coating composition the substantially inorganic microparticles range in 
size of from about 1 to about 100 nanometers. 

5. The method of Claim 1 wherein prior to incorporation in 
the coating composition the substantially inorganic microparticles range in 
size from about 3.5 to about 50 nanometers. 
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6. The method of Claim 3 wherein the silica has been incorporated 
in an alcohol in the form of a stable colloidal dispersion of the silica 
in the alcohol. 



7. The method of Claim 6 wherein the alcohol is selected from 
5 a monohydric alcohol, a polyol or a mixture thereof. 

8. The method of Claim 6 wherein the silica has been treated 

by heating the silica in the presence of a monohydric alcohol, a polyol, or 
a mixture thereof at a temperature of at least 180*C. 

9. The method of Claim 3 wherein the silica has thereon a 

10 surface-bonded organic compound formed by reaction of surface silanol moie- 
ties of the silica with an organic compound having a functional group reac- 
tive with the silanol moiety. 

10. The method of Claim 9 wherein the organic compound is selected 
from a monohydric alcohol, a polyol, or a mixture thereof. 



15 



11. The method of Claim 9 wherein the surface-bonded organic com- 
pound is present in an amount sufficient to make the surface of the silica 
hydrophobic. 



12. The method of Claim 1 wherein the substantially inorganic 
microparticles comprise silica prepared from the hydrolysis of a compound 
20 selected from the group consisting of a tetraalkyl or tho silicate, an alkoxy- 
polysiloxane, an alkylalkoxysilane , and a mixture thereof in the presence 
of a base in a medium of pH greater than 7.0. 
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13. The method of Claim 12 wherein the compound is a tetraalkyl- 
orthosilicate selected from the group consisting of te tramethyl or thosil i- 
cate, tetraethylorthosilicate, tetrapropylorthosil icate , and a mixture 
thereof. 

5 14. The method of Claim 1 wherein the basecoating composition 

is applied to the substrate at a total solids content of at least 50 
percent by weight of the basecoating composition by conventional spraying. 

15. The method of Claim 1 wherein the topcoating composition is 
applied to the substrate at a total solids content of at least 50 percent 

10 by weight of the topcoating composition by conventional spraying- 

16. The method of Claim 1 wherein the basecoating and the topcoat- 
ing composition are applied by conventional spraying to the substrate at a 

. combined total solids content of at least 50 percent by weight of the sum 
of the basecoating composition and the topcoating composition. 

15 17. The method of Claim 2 wherein the basecoating composition . 

contains a crossl inking agent for the crosslinkable resin, 

18. The method of Claim 1 wherein at least a portion of the 
pigment particles are metallic flakes. 

19. The method of Claim 18 wherein the metallic flakes comprise 
20 aluminum flakes. 
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20. The method of Claim 1 wherein the basecoating composition 
additionally comprises organic polymeric microparticles which are insolu- 
ble in the solvent system of the basecoating composition and which have a 
diameter in the range of from about 0,01 to about 40 microns. 

21. The product produced by the method of Claim 1. 

22. The product produced by the method of Claim 14. 

23. The product produced by the method of Claim 18. 

24. A method of coating a substrate comprising the steps of: 
(A) coating a substrate with one or more applica- 
tions of a basecoating composition comprising: 

(1) an organic film-forming resin, and where 
the film-forming resin can be cross linked, 
optionally a crosslinking agent for the 
film— forming resin , 

(2) a solvent system for the film-forming resin 
of the basecoating composition, 

(3) organic polymeric microparticles which are 
insoluble in the solvent system of the 
basecoating composition and which have a 
diameter in the range of from about 0.01 to 

20 about 40 microns, and 

(4) pigment particles 
to form a basecpat; and 



10 
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(B) coating the basecoat with one or more applica- 
tions of a topcoating composition comprising: 
(1) an organic film-forming resin which may be 
the same or different from the film-forming 
5 resin of the basecoat ing composition, and 

vhere the film-forming resin of the topcoating 
composition can be crosslinked, optionally a 
crossl inking agent for the film-forming resin 
of the topcoating composition, 
10 (2) substantially colorless, substantially 

inorganic micropar tides stably dispersed 
in the topcoating composition ranging in 
size from about 1 to about* 150 nanometers, 
wherein the inorganic micropar tides are 
15 present in the topcoating composition in an 

amount ranging from about 1 to about 20 per- 
cent by weight based on the weight of organic 
film-forming resin, optional crossl inking 
agent, and inorganic micropar tides , and 
20 (3) a solvent system for the organic film-forming 

resin of the topcoating composition 
to form a transparent topcoat. 

25. The method of Claim 24 wherein the organic film-forming resin 
of the basecoating composition comprises a crossl inkable resin having 
25 a weight average molecular weight of from about 500 to about 10,000 and 
the organic film-forming resin of the topcoating composition comprises 
a crossl inkable resin having a weight average molecular weight of from 
about 500 to about 10,000. 
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26. The method of Claim 24 wherein the substantially inorganic 
microparticles comprise silica. 

27. The method of Claim 24 wherein prior to incorporation in the 
coating composition the substantially inorganic microparticles range in 

5 size of from about 1 to about 100 nanometers. 

28. The method of Claim 24 wherein prior to incorporation in the 
coating composition the substantially inorganic microparticles range in 
size from about 3.5 to about 50 nanometers. 

.29. The method of Claim 26 wherein the silica has been incor- 
10 porated in an alcohol in the form of a stable colloidal dispersion of the 
silica in the alcohol. 

30. The method of Claim 29 wherein the silica has been treated by 
heating the silica in the presence of a monohydric alcohol, a polyol, or a 
mixture thereof at a temperature of at least 180 °C. 

15 31 * Thm method of Claim 24 wherein the basecoating composition 

and the topcoating composition are applied by conventional spraying to the 
substrate at a combined total solids content of at least 50 percent by weight 
of the sum of the basecoating composition and the topcoating composition. 

32. The method of Claim 25 wherein the basecoating composition 
20 contains a crosslinking agent for the crosslinkable resin of the basecoat- 
ing composition and the topcoating composition contains a crosslinking 
agent for the crosslinkable resin of the topcoating composition. 
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33. The method of Claim 24 wherein at least a portion of the 
pigment particles are metallic flakes. 

34. The method of Claim 33 wherein the metallic flakes comprise 
a 1 uminum £1 ake s . 

35. The method of Claim 24 wherein the topcoating composition 
additionally comprises organic polymeric micropar tides which are insolu- 
ble i« Che solvent system of the topcoating composition and which have a 
diameter in the range of from about 0.01 to about 40 microns* 

36. The product produced by the method of Claim 24. 

37. The product produced by the method of Claim 31. 



38. The product produced by the method of Claim 33. 
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